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TO ALL WHOM IT MAY CONCERN: 

BE IT KNOWN THAT WE, Tafcayuki Watanabe, a citizen 
of Japan residing at Yamanashi, Japan, Hiroaki ito, a 
citisen of Japan residing at Yamanashi, Japan and Takuya 
Fujii, a citizen of Japan residing at Yamanashi, Japan have 
invented certain new and useful improvements in 



METHOD OF MANUFACTURING SEMICONDUCTOR DEVICE 
AND METHOD OF MANUFACTURING OPTICAL WAVE GUIDE 



of which the following ig a. specification : - 
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TITLE OF THE INVENTION 

METHOD OF MANUFACTURING SEMICONDUCTOR 
DEVICE AND METHOD OF MANUFACTURING OPTICAL WAVE 
GUIDE 

5 

BACKGROUND OF THE INVENTION 

1. Field of the Invention 
- The present invention generally relates to 

compound semiconductor devices, and more 
10 particularly, to a method of manufacturing an 

optical semiconductor element used for an optical 
communication and an optical information management. 

2 . Description of the Related Art 
A compound semiconductor has a band 

15 structure of a direct transition type and acts with 
light reciprocally. Therefore, an optical 
semiconductor device using a compound semiconductor 
is utilized variously in fields of an optical 
rfj communication and an optical information management* 

|'U 20 A semiconductor device of a compound in an inP group, 

£j particularly a laser diode, is used for forming an 

M optical signal transferred in an optical fiber with 

a wave length in a band range of 1-3 to 1.S5 Jim. 

In order to improve a laser oscillation 
25 efficiency, it is essential to provide an electric 
current blocking structure for the laser diode. In 
thfc electric current blocking structure, a putted 
career is shut in a limited area of an axial 
direction. Besides, it is also essential to shut a 
30 light efficiently in the area where the career is 

shut, because the laser oscillation is generated in 
the laser diode due to a stimulated emission. 
Shutting a light to a horizontal direction in the 
laser diode in the InP group is realized on a basis 
35 of a difference of a refractive index between 

InGaAsP core wave guiding a light and an InP buried 
layer. 



FIG. 1A to ID are views for explaining a 
manufacturing process of a laser diode 10 having a 
buried hetero structure <BH structure) as an 
electric current blocking structure and optical 
confinement structure. 

Referring to FIG. 1A, a multi-quantum well 
layer 12 is formed on an n-type InP substrate H. 
An InGaAs layer and an InGaAsP layer are grown 
repeatedly in the multi-quantum well layer 12. A p- 
type InP clad layer 13 is formed on the the multi- 
quantum well layer 12, and a p-type InGaAs contact 
layer 14 layer is formed on the p-typa Inp clad 
layer 13 . 

In a process shown in FIG. IB following 
the process shown in FIG . 1A, a SiO,s film IS is 
formed on the contact layer 14 as an etching 
protection layer. After forming of the Si0 2 film 15 
an active layer mesa stripe is formed by dry etching 
The mesa stripe is extended to <011>-direction in 
FIG. IB. 

In a process shown in FIG. 1C following 
the process shown in Fig, IB , the Si0 2 film 15 is 
used as a selective growth mask. Besides, a crystal 
growth of an InP buried layers 16A and 16B having 
high resistances is implemented at both sides of the 
mesa stripe by a metal organic vapor phase epitaxy 
(MOVPE) method. The InP buried layers 16a and 1SB 
are formed by Fe doping. During a re-growth process 
of the InP buried layers 16A and 16B, a growth stop 
surface (111) B surface is generated, and thereby 
the InP buried layers 16A and 16B have growth 
configurations in which mask edges of the InP buried 
layers 16A and 16B are bulged in areas 16a and 16b. 

In a process shown in FIG. ID following a 
process shown in FIG. 1C, the Si0 2 film 15 is 
eliminated. Besides, a p-side electrode 17 is 
formed on the contact layer 14, and an n-side 



electrode 18 is formed on a bottom surface of the 
substrate 11. 

Thus, in case of a buried growth of the 
InP buried layers ISA and 16b when the SiD 2 film 15 
is used as a selective growth mask f it may be 
difficult to avoid the bulges of the InP buried 
layers 16A and 16B in the areas 16a and 16b 
corresponding to edges of the Si0 2 film 15. This ±3 
because a material density is increased partially on 
the Si0 2 film 15, since the crystal growth is not 
generated on a mask of the Si0 2 film 15- The 
material is excessively provided on surfaces of the 
InP buried layers 16A and 16B growing at both sides 
of the mesa stripe. For instance, during the 
process shown in FIG . 1C, when the mesa stripe has a 
height of approximately 1.5 pm, the InP buried 
layers 16A and 16B are bulged with a height of 

approximately 0,7 p in areas 16a and 16b of the 
mask edges. 

As described above, during the process 
shown in FIG. ID, the p-side electrode 17 is formed 
on a surface having a step structure. If the p-side 
electrode 17 is formed by sputtering a Ti film, a Pt 
film and an Au film in turn, a disadvantage occurs. 
That is, since the Ti film and the Pt film have a 
thickness of approximately 0.1 fim each and the p- 
side electrode 17 is formed on the surface having 
the step structure, an electrode layer is broken at 
a concave-convex part 17a. If the electrode layer 
is broken, passing of ^n electric current through 
such electrode becomes uneven, and thereby an 
electric deterioration of a device is caused. 

Meanwhile, an optical integrated circuit 
element is paid attention recently as an important 
optical semiconductor device. The laser diode, a 
wave guide, a light-receiving element, and an 
optical function element are integrated in the 
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optic&l integrated circuit slement. In such the 
optical integrated circuit element, the mesa stripe 
may be extended to a direction other than <011> or a 
branch point may exist in the mesa stripe. If a 
5 buried growth of the mesa stripe of the <011>- 

direction is implemented as shown in FIG . LC, the 
growth stop surface (111) B surface is generated. 
However, regarding a buried growth of the optical 
integrated circuit element, an overhang part that a 
10 buried layer 23 is extended on a Si0 2 mask 22 may be 
generated as shown in FIGS. 3- (A) to 3- (C) , because 
a particular growth stop surface does not exist in 
the optical integrated circuit element, Here, FIG. 
3- (A) is a perspective view of such the optical wave 
15 guide; FIG . 3-{B) is a cross-sectional view thereof; 
and fig. 3-(C) is a partially enlarged view thereof. 

Referring to figs. 3- (A) to 3-[C), a Si0 2 
pattern 22 having an opening part is formed on an 
InP substrate 21, The InP substrate 21 is partially 
20 exposed by the opening part. An InP buried layer 23 
is formed on an partially exposed surface of the InP 
substrate 21 by using the Si0 2 pattern 22 as a mask, 
through a re-growth process. At this time, since 
the InP buried layer 23 does not have a growth stop 
25 surface such as the growth stop surface (111) B 
surface, the InP buried layer 23 grows to a side 
beyond the opening part of the Si0 2 pattern 22. As 
a result of this, an overhang part 23A is formed on 
the SiO* pattern 22, as shown in FIG. 3-(C). 
30 As shown in FIG. 4, if an InP layer 2 4 re- 

grows after the Si0 2 pattern 22 is removed, a 
material gas does not reach a directly under part of 
the overhang part 23A, and thereby a cave part 23B 
may be formed thereon. Such the cave part 23B has a 
35 quite different refractive index from the InP buried 
layer 23. Therefore, a light which is wave guided 
in the wave guide is scattered, and thereby a light 
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loss is caused. 

FIGS. 5A to 5B are views for explaining a 
problem of a laser diode in case of that a mesa 
stripe 31M is extended to a direction other than the 
5 <011>-direction, and InP buried layers 32A and 32b 
are formed on both sides of the mesa stripe 31M by 
using a SiC 2 film 33 formed on the mesa stripe 31M 
as a selective growth mask. 

In an example shown in FIG. 5A, the mesa 

10 stripe 31M is extended to an offset direction at an 

angle of 10° from <011>-direction to <010>-direction . 
As shown in an enlarged view in FIG. 5A, since the 
InP buried layers 32A and 32B do not have growth 
stop surfaces, the InP buried layers 32A and 32B 

15 grows onto the Si0 2 film 33. As a. result of this, 
the overhang part is generated on the Si0 2 film 33. 

If the Si0 2 mask 33 is removed by etching 
and an In? layer 34 is grown as covering the InP 
buried layers 32A and 32B and the mesa stripe 31M, a 

20 vapor material does not reach a directly under area 
of the overhang part, and thereby cave parts 32a and 
32b may be formed thereon, as shown in an enlarged 
view in FIG, 5B. 

25 SUMMARY OF THE INVENTION 

Accordingly, it is a general object of the 
present invention is to provide a novel and useful 
method of manufacturing a semiconductor device. 

Another and more specific object of the 
30 present invention is to provide a method of 

manufacturing a semiconductor device, in which an 
InP layer having a convex structure can be flattened 
after a growth of the InP layer. 

Still another object of the present 
35 invention is to provide a method of manufacturing a 
semiconductor device, including the steps of (a) 
growing an InP layer on a surface of starting growth, 
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resulting in the InP layer having a convex structure, 
and (b) wet etching the InP layer by an etchant 
including hydrochloric acid and acetic acid, and 
thereby flattening a surface of the InP layer. 
5 A further object of the present invention 

is to provide a method of manufacturing a 
semiconductor device, including the steps of (a) 
etching an InP layer which shoulders a selective 
etching mask; has a lower surface area than the 

10 selective etching mask, and has a convex structure 
on a surface of the InP layer, by an etchant 
including hydrochloric acid and acetic acid, and (b) 
flattening a surface of the InP layer except an area 
under the selective etching mask. 

15 A further object of the present invention 

is to provide a method of manufacturing a 
semiconductor device, including the steps of (a) 
forming a semiconductor structure in which first to 
fourth semiconductor layers are grown, wherein the 

20 first semiconductor layer made of n-type InP is 
grown on a n-type InP substrate, the second 
semiconductor layer having a smaller band gap than 
InP is grown on the first semiconductor layer, the 
third semiconductor layer made of p-type InP is 

25 grown on the second semiconductor layer, and the 

fourth semiconductor layer made of InGaAs or InGaAsP 
is grown on the third semiconductor layer , (b) 
etching the semiconductor structure in which the 
semiconductor layers are grown, and thereby a mesa 

30 stripe is formed on part including at "least the 

second to forth semiconductor layers, (c) growing a 
fifth semiconductor layer on the InP substrate on 
which the mesa stripe is formed, as a lowest surface 
height of the fifth semiconductor layer from a 

35 surface of the substrate is higher than the fourth 
semiconductor layer, and (d) etching a surface of 
the fifth semiconductor layer by an etchant 



-7- 



including hydrochloric acid and acetic acid. 

A further object of the present invention 
is to provide a method of manufacturing a 
semiconductor device, including the steps of (a) 
5 forming a semiconductor structure in wh;ch first to 
fourth semiconductor layers are grown, wherein the 
first semiconductor layer made of n-type InP is 
grown on a n-type InP substrate, the second 
semiconductor layer having a smaller band gap energy 

10 than InP is grown on the first semiconductor layer f 
the third semiconductor layer made of p-type InP is 
grown on the second semiconductor layer, and the 
fourth semiconductor layer of InGaAs or InGa&sP is 
grown on the third semiconductor layer, (b) etching 

15 the semiconductor structure in which the 

semiconductor layers are grown, and thereby a mesa 
stripe is formed on part including at least the 
second to forth semiconductor layers, (c) growing a 
fifth semiconductor layer on the InP substrate on 

20 which the mesa stripe is formed, as a lowest surface 
height of the fifth semiconductor layer from a 
surface of the substrate is higher than the fourth 
semiconductor layer and as the mesa stripe is 
covered with the fifth semiconductor layer, and (d) 

25 etching a surface of the fifth semiconductor layer 
by an etchant including hydrochloric acid and acetic 
acid , 

A further object of the present invention 
i$ to provide a method of manufacturing a 

30 semiconductor device, including the steps of (a) 

forming a semiconductor structure in which first to 
third semiconductor layers are grown, wherein the 
first semiconductor layer made of n-type InP is 
grown on a n-type InP substrate, the second 

35 semiconductor layer having a smaller band gap than 
InP is grown on the first semiconductor layer, and 
the third semiconductor layer made of p~type InP is 
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grown on the second semiconductor layer, (b) etching 
the semiconductor structure by using a protection 
pattern formed on the semiconductor structure as a 
mask, and thereby a mesa stripe including at least 
5 the second and third semiconductor layers is formed, 
(c) growing a forth semiconductor layer mads of p- 
type InP on the InP substrata on which the mesa 
stripe is formed, as a lowest surface height of the 
forth semiconductor layer from a surface of the 
10 substrate is higher than an upper surface of the 

second semiconductor layer and lower than the third 
semiconductor layer, (d) etching a surface of the 
forth semiconductor layer by an etchant including 
™\ hydrochloric acid and acetic acid, (e) growing a 

- r ;f 15 fifth semiconductor layer made of n-type InP on the 

% forth semiconductor layer, (f) removing the 

jj protection pattern used as a mask in the step of (a) 

^ by etching, and <g) growing a sixth semiconductor 

a layer made of p-type InP on the third and fifth 

H; 20 semiconductor layers, and growing a seventh 

!|l semiconductor layer of InGaAs or InGaAsP on the 

H sixth semiconductor layer. 

^ A further object of the present invention 

is to provide a method of manufacturing a 

25 semiconductor device, including the steps of (a) 

forming a semiconductor structure in which first to 
fourth semiconductor layers are grown, wherein the 
first semiconductor layer made of n-type InP is 
grown on an n-type InP substrate t the second 

30 semiconductor layer having a smaller band gap than 
InP is grown on the first semiconductor layer, the 
third semiconductor layer made of p-type InP is 
grown on the' second semiconductor layer, and the 
fourth semiconductor layer of InGaAs or InGaAsP is 

35 grown on the third semiconductor layer, (b) etching 
the semiconductor structure by using a protection 
pattern formed on the semiconductor $tructure as a 
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mask, and thereby a mesa stripe including at least 
the second to forth semiconductor layers is formed, 
(c) removing the protection pattern by etching, (d) 
growing a fifth semiconductor layer made of p-type 
5 InP on the substrate where the mesa stripe is formed, 
as a lowest surface height of the fifth 
semiconductor layer from a surface of the substrate 
is higher than the second semiconductor layer and is 
lower than the forth semiconductor layer and as the 
10 mesa stripe is included, (e) etching a surface of 
the fifth semiconductor layer by an etchant 
including hydrochloric acid and acetic acid, (f) 
!k% growing a sixth semiconductor layer made of n-type 

□ InP on the fifth semiconductor layer, as a lowest 

! jf 15 surface height of the sixth semiconductor layer from 

Uj a surface of the substrate is lower than the forth 

l O semiconductor layer, (g) etching a surface of the 

sixth semiconductor layer by an etchant including 
M hydrochloric acid and acetic acid, (h) growing a 

20 seventh semiconductor layer made of p-type InP , as a 
r.- lowest surface height of the seventh semiconductor 

O layer from a surface of the substrate is higher than 

the forth semiconductor layer, and (i) etching a 
surface of the seventh semiconductor layer by an 
25 etchant including hydrochloric acid and acetic acid. 

K further object of the present invention 
is to provide a method of manufacturing a 
semiconductor device, including the steps of (a) 
forming a semiconductor structure in which first to 
30 fourth semiconductor layers are grown, wherein the 
first semiconductor layer made of n-type InP is 
grown on an n-type InP substrate, the second 
semiconductor layer having a smaller band gap energy 
than InP is grown on the first semiconductor layer, 
35 the third semiconductor layer made of p-type InP is 
grown on the second semiconductor layer, and the 
fourth semiconductor layer of InGaAs or InGaAsP is 
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grown on the third semiconductor layer, (b) etching 
the semiconductor structure by using a protection 
pattern formed on the semiconductor structure as a 
mask., and thereby a. mesa, stripe including at least 
5 the second to forth semiconductor layers is formed, 
(c) removing the protection pattern by etching, (d) 
growing a fifth semiconductor layer made of p-type 
InP on the substrate where the mesa stripe is formed, 
as a lowest surface height of the fifth 

10 semiconductor layer from a surface of the substrate 
is higher than the second semiconductor layer and 
lower than the forth semiconductor layer and as the 
mesa stripe is included, (e) etching a surface of 
the fifth semiconductor layer by an et.ch.ant 

15 including hydrochloric acid and acetic acid, (f) 

growing a sixth semiconductor layer made of n-type 
InP on the fifth semiconductor layer, and growing a 
seventh semiconductor layer made of p-type InP on 
the sixth semiconductor layer, (g) etching a surface 

20 of the seventh semiconductor layer by an etchant 
including hydrochloric acid and acetic acid, (h) 
removing the forth semiconductor layer by etching, 
and (i) growing an eighth semiconductor layer made 
of p-type InP, and growing a ninth semiconductor 

25 layer made of InGaAs or InGaAsF on the eighth 
semiconductor layer . 

A further object of the present invention 
is to provide a method of manufacturing a 
semiconductor device, including the steps of (a) 

30 forming a semiconductor structure in which first to 
fourth semiconductor layers are grown, wherein the 
first semiconductor layer made of n-type Inp is 
grown on an n-type InP substrate, the second 
semiconductor layer having a smaller band gap than 

35 InP is grown on the first semiconductor layer, the 
third semiconductor layer made of p-type InP is 
grown on the second semiconductor layer, and the 
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fourth semiconductor layer of InGaAs or InGaAsF is 
grown on the third Semiconductor layer, (b) etching 
the semiconductor structure, and thereby a mesa 
stripe including at least the second to forth 
5 semiconductor layers is formed, (c) growing a fifth 
semiconductor layer on the substrate where the mesa 
stripe is formed, as a contact part height between 
the fifth semiconductor layer and the mesa stripe 
from a surface of the substrate is higher than the 
10 second semiconductor layer and lower than the forth 
semiconductor layer and as the mesa stripe is 
included, (d) growing a sixth semiconductor layer 
made of p-type In? on the fifth semiconductor layer, 
and (e) etching a surface of the sixth semiconductor 
15 layer by an etchant including hydrochloric acid and 
acetic acid. 

A further object of the present invention 
is to provide a method of manufacturing a 
semiconductor device, including the steps of (a) 
20 forming a semiconductor structure in which first to 
fourth semiconductor layers are grown, wherein the 
first semiconductor layer made of n-type InP is 
grown on an n-type InP substrate, the second 
semiconductor layer having a smaller band gap than 
25 InP is grown on the first semiconductor layer, the 
third semiconductor layer made of p-type InP is 
grown on the second semiconductor layer, and the 
fourth semiconductor layer of InGaAs or XnGaAsP is 
grown on the third semiconductor layer, (b) etching 
30 the semiconductor structure by using a protection 
pattern formed on the semiconductor structure as a 
mask, and thereby a mesa stripe including the third 
and forth semiconductor layers is formed, (c) 
removing the protection pattern by etching, (d) 
35 growing a fifth semiconductor layer made of n-type 

InP on the substrate where the mesa stripe is formed, 
as a lowest surface height of the fifth 
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semicon.duct.or layer from a surface of the substrate 
is lower than the forth semiconductor layer, (e) 
etching a surface of the fifth semiconductor layer 
by an etchant including hydrochloric acid and acetic 
5 acid, (f) growing a sixth semiconductor layer made 
of p-type InP on the fifth semiconductor layer, as a 
lowest surface height of the sixth semiconductor 
layer from a surface of the substrate is higher than 
the forth semiconductor layer, and (g) etching a 
10 surface of the sixth semiconductor layer by an 

etchant including hydrochloric acid and acetic acid. 

A further object of the present invention 
i$ to provide a method of manufacturing a 
$emiconductor device, including the steps of (a) 



m 15 forming a semiconductor structure in which first to 

4* fourth semiconductor layers are grown, wherein the 

'.jl first semiconductor layer made of n-type inP is 

M grown on an n-type InP substrate, the second 

!\ semiconductor layer having a smaller band gap than 



20 Xnp is grown on the first semiconductor layer, the 
I'U third semiconductor layer made of p-type InP is 

grown on the second semiconductor layer, and the 
fourth semiconductor layer of InGaAs or InGaAsP is 
grown on the third semiconductor layer, (b) etching 
25 the semiconductor structure, and thereby a mesa 

stripe including the third and forth semiconductor 
layers is formed, (c) growing a fifth semiconductor 
layer made of n-type InP on the substrate where the 
mesa stripe is formed, as a highest part height of 
30 the fifth semiconductor layer from a surface of the 
substrate is lower than the forth semiconductor 
layer, <d) etching a surface of the fifth 
semiconductor layer by an etchant including 
hydrochloric acid and acetic acid, (e) growing a 
35 sixth semiconductor layer made of p-type InP on the 
fifth semiconductor layer, as a lowest part height 
of the sixth semiconductor layer from a surface of 
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the substrate is higher than the forth semiconductor 
layer, and (f) etching a surface of the sixth 
semiconductor layer by an etchant including 
hydrochloric acid and acetic acid. 
5 A further object of the present invention 

is to provide a method of manufacturing an optical 
wave guide, including the steps of (a) forming a 
semiconductor structure, wherein the first 
semiconductor layer made of inP is grown on an InB 
10 substrate, the second semiconductor layer having a 
larger refractive index than a refractive index of 
the first semiconductor layer is grown on the first 
\ zzh semiconductor layer , and the third semiconductor 

0 layer made of InP is grown on the second 
m **" 

J::J 15 semiconductor layer, (b) etching the semiconductor 

1 St? 

!: |; structure by using a protection pattern formed on 

the semiconductor structure as a mask, and thereby a 
[!*[ mesa pattern including at least the second and third 

k semiconductor layers is formed, (c) growing a forth 

U 20 semiconductor layer made of InP on the substrate 

i y 

ry where the mess stripe is formed in a state where the 

protection pattern is shouldered by the mesa pattern, 
r* (d) etching a surface of the forth semiconductor 

layer in a state where the protection pattern is 
2 5 shouldered by the mesa pattern , by an etchant 

including hydrochloric acid and acetic acid, (e) 
removing the protection pattern, and (f) growing a 
fifth semiconductor layer made of InP. 

A further object of the present invention 
30 is to provide a method of manufacturing an optical 
wave guide, including the steps of (a) forming a 
semiconductor structure,, wherein a first 
semiconductor layer made of InP is grown on an InF 
substrate, a second semiconductor layer having a 
35 larger refractive index than a refractive index of 
the first semiconductor layer is grown on the first 
semiconductor layer, a third semiconductor layer 
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made of InP is grown on the second semiconductor 
layer, and a forth semiconductor layer made of 
InGaAs or InGaAs? is grown on the third 
semiconductor layer, (to) forming a mesa pattern 
5 including at least the second to forth semiconductor 
layers by etching the semiconductor structure, (c) 
growing a fifth semiconductor layer made of InP on 
the substrate where the mesa pattern is formed, as 
the mesa pattern is covered, and {d) etching a 

10 surface of the fifth semiconductor layer by an 

etchant including hydrochloric acid and acetic acid. 

A further object of the present invention 
is to provide a method of manufacturing a 
semiconductor device, including the steps of (a) 

15 forming a selective growth mask on an InP substrate, 
(b) forming a semiconductor pattern by selectively 
growing a first semiconductor layer made of InP on 
an InP substrate where the selective growth mask is 
formed; selectively growing a second semiconductor 

2 0 layer having a smaller band gap than InP on the 

first semiconductor layer, and selectively growing a 
third semiconductor layer made of InP on the second 
semiconductor layer, and (c) etching a surface of 
the third semiconductor layer by etchant including 

25 hydrochloric acid and acetic acid- 

A further object of the present invention 
is to provide a method of manufacturing a 
semiconductor device, including the steps of {a} 
forming a selective growth mask on an InP substrate, 

30 (b) forming a groove by etching uncovered area by 
the selective etching mask on a surface of the InP 
substrate, {c) forming a semiconductor structure by 
growing a first semiconductor layer made of InP on 
the substrate, growing a second semiconductor layer 

35 having a smaller band gap than InP on the first 
semiconductor layer, and growing a third 
semiconductor layer made of InP on the second 



semiconductor layer, in a state where the selective 
growth mask is formed on the substrate, (d) removing 
the selective growth mask, and (e) etching a surface 
of the third semiconductor layer by etchant 
including hydrochloric acid and acetic acid. 

A further object of the present invention 
is to provide a method of raanuf acturing a multiple 
layer optical wave guide, comprising the steps of 
(a) forming a first growing semiconductor structure 
by growing a first semiconductor layer made of inP 
on an InP substrate, growing a second semiconductor 
layer having a smaller band gap than InP on the 
first semiconductor layer, and growing a third 
semiconductor layer made of InP on the second 
semiconductor layer, <b) forming a first mesa stripe 
including at least the second and third 
semiconductor layers by forming a first protection 
pattern on the first growing semiconductor structure 
and etching the first growing semiconductor 
structure with the first protection pattern as a 
mask, (c) growing a forth semiconductor layer made 
of InP having a high resistance on the substrate 
where the first mesa stripe is formed, in a state 
where the first protection pattern remains on the 
first mesa stripe, (d) etching a surface of the 
forth semiconductor layer by etchant including 
hydrochloric acid and acetic acid, <e) removing the 
first protection pattern, (f) forming a second 
semiconductor structure by growing a fifth 
semiconductor layer made of InP on the forth 
semiconductor layer, growing a sixth semiconductor 
layer having a smaller band gap than InP on the 
fifth semiconductor layer, and growing a seventh 
semiconductor layer made of InP on the sixth 
semiconductor layer, (g) forming a second mesa 
stripe including at least the sixth and seventh 
semiconductor layers by forming a second protection 



pattern on the second growing semiconductor 
structure and etching the second growing 
semiconductor structure with the second protection 
pattern as a mask, (h) growing an eighth 
semiconductor layer made of inp on the first 
semiconductor structure where the second mesa stripe 
is formed, in a state where the second protection 
pattern remains on the second mesa stripe, (i) 
etching a surface of the eighth Semiconductor layer 
by etchant including hydrochloric acid and acetic 
acid, and (j) removing the second protection pattern 
toy etching. 

According to the above invention, it is 
possible to flatten a convex structure generated at 
an InP layer based on a crystal growth, by wet- 
etching with an etchant including hydrochloric acid 
and acetic acid. Besides, it is possible to make a 
position of the flat surface correspond with a 
lowest surface part of the step structure- 
Other objects, features, and advantages of 
the present invention will be more apparent from the 
following detailed description when read in 
conjunction with the accompanying drawings. 

BRIEF DESCRIPTION OF THE DRAWINGS 

FIG^ lA is a view for explaining a 
manufacturing process of a laser diode having a 
buried hetero structure according to a related art; 

FIG, IB is a view for explaining a 
manufacturing process of a laser diode having a 
buried hetero structure according to a related art; 

FIG. 1C is a view for explaining a 
manufacturing process of a laser diode having a 
buried hetero structure according to a related art; 

FIG. ID is a view for explaining a 
manufacturing process of a laser diode having a 
buried hetero structure according to a related art; 



FIG. 2 is a view for explaining a problem 
in the process shown in FIGS. 1A to ID; 

FIG. 3- (A) is a view for explaining a 
manufacturing process of an optical wave guide; 
5 FIG. 3-(E) is a view for explaining a 

manufacturing process of an optical wave guide ; 

FIG- 3-(c) is a view for explaining a 
manufacturing process of an optical wave guide; 

FIG. 4 is a view for explaining a problem 
10 in the process shown in Fig. 2; 

FIG. 5A is a view for explaining a 
manufacturing process of a laser diode and a problem 
in the process according to another related art; 

FIG. 5B is a view for explaining a 
IS manufacturing process of a laser diode and a problem 
in the process according to another related art; 

FIG. 6 is a view for explaining a 
principle of the present invention; 

FIG. 7 is a view for explaining a 
20 principle of the present invention; 

FIG. 8 is a view for explaining a 
principle of the present invention; 

FIG . 9A is a- view for explaining a 
principle of the present invention; 
25 FIG. 9B is a view for explaining a 

principle of the present invention; 

FIG. IDA is a view for explaining a 
principle of the present invention; 

FIG. 10B is a view for explaining a 
30 principle of the present invention ; 

FIG , 11A is a view for explaining a 
principle of the present invention; 

flG, 11B is a view for explaining a 
principle of the present invention; 
35 FIG - 12A i$ a view for explaining a 

principle of the present invention ; 

FIG - 12B is a view for explaining a 
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principle of the present invention; 

FIG, L3A is a view for explaining a 
principle of the present invention; 

FIG- 13B is. a view for explaining a 
5 principle of the present invention; 

FIG. 14A is a view for explaining a 
principle of the present invention; 

FIG. 14B is a view for explaining a 
principle of the present invention; 
10 FIG. ISA is a view for explaining a 

principle of the present invention; 

FIG . 158 is a view for explaining a 
U; principle of the present invention; 

□ FIG. 16A is a view for explaining a 

!;;{ 15 principle of the present invention; 

i il 

£ FIG - 16B is a view for explaining a 

principle of the present invention; 

i.n 

FIG. 17A is a view of a manufacturing 
;i process of a laser diode of a first embodiment 

20 according to the present invention; 
i'j] FIG . 17B is a view of a manufacturing 

M process of a laser diode of a first embodiment 

according to the present invention; 

FIG. 17C is a view of a manufacturing 
25 process of a laser diode of a first embodiment 
according to the present invention; 

FIG. 17D is a view of a manufacturing 
process of a laser diode of a first embodiment 
according to the present invention; 
30 FIG . 17E is a view of a manufacturing 

process of a laser diode of a first embodiment 
according to the present invention; 

FIG r 177 is a view of a manufacturing 
process of a laser diode of a first embodiment 
35 according to the present invention; 

FIG. 18A is a view of a manufacturing 
process of a laser diode of a second embodiment 
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according to the present invention; 

FIG. 18B is a view of a manufacturing 
process of a laser- diode of a second embodiment 
according to the present invention; 

FIG. ISC is a view of a manufacturing 
process of a laser diode of a second embodiment 
according to the present invention; 

FIG. 19A i 3 a view of a manufacturing 
process of a laser diode of a third embodiment 
according to the present invention; 

FIG. 19B is a view of a manufacturing 
process of a laser diode of a third embodiment 
according to the present invention; 

FIG. 19C is a view of a manufacturing 
15 process of a laser diode of a third embodiment 
according to the present invention; 

FIG. 19D is a view of a manufacturing 
process of a laser diode of a third embodiment 
according to the present invention; 

FIG. 19E is a view of a manufacturing 
process of a laser diode of a third embodiment 
according to the present invention; 

FIG. 19? is a view of a manufacturing 
process of a laser diode of a third embodiment 
25 according to the present invention; 

FIG. 20A is a view of a manufacturing 
process of a laser diode of a fourth embodiment 
according to the present invention; 

FIG. 2QB is a view of a manufacturing 
process of a laser diode of a fourth embodiment 
according to the present invention; 

FIG. 20C is a view of a manufacturing 
process of a laser diode of a fourth embodiment 
according to the present invention; 

FIG. 20D is a view of a manufacturing 
process of a laser diode of a fourth embodiment 
according to the present invention; 



20 
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35 



FIG. 20E is a view of a manufacturing 
process of a laser diode of a fourth embodiment 
according to the present invention; 

FIG. 20F is a view of a manufacturing 
process of a laser diode of a fourth embodiment 
according to the present invention ; 

FIG . 20G is a view of a manufacturing 
process of a laser diode of a fourth embodiment 
according to the present invention; 

FIG > 21 A is a view of a manufacturing 
process of a laser diode of a fifth embodiment 
according to the present invention; 

FIG. 21B is a view of a manufacturing 
process of a laser diode of a fifth embodiment 
according to the present invention; 

FIG. 21C is a view of a manufacturing 
process of a laser diode of a fifth embodiment 
according to the present invention; 

FIG . 21D is a view of a manufacturing 
process of a laser diode of a fifth embodiment 
according to the present invention; 

FIG. 21E is a view of a manufacturing 
process of a laser diode of a fifth embodiment 
according to the present invention; 

FIG - 21F is a view of a manufacturing 
process of a laser diode of a fifth embodiment 
according to the present invention; 

FIG . 21G is a view of a manufacturing 
process of a laser diode of a fifth embodiment 
according to the present invention; 

FIG. 22A is a view of a manufacturing 
process of a laser diode of a sixth embodiment 
according to the present invention; 

FIG , 22B is a view of a manufacturing 
process of a laser diode of a sixth embodiment 
according to the present invention; 

JTIG. 22C is a view of a manufacturing 
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process of a laser diode of a sixth embodiment 
according to the present invention; 

FIG, 22D is a view of a manufacturing 
process of a laser diode of a sixth embodiment 
- 5 according to the present invention; 

FIG . 23A is a view of a manuf acturing 
process of a laser diode of a seventh embodiment 
according to the present invention ; 

FIG. 236 is a view of a manufacturing 
10 process of a laser diode of a seventh embodiment 
according to the present invention; 

FIG . 23C is a view of a manufacturing 
process of a laser diode of a seventh embodiment 
according to the present invention; 
2| 15 FIG. 23D is a view of a manufacturing 

Tj process of a laser diode of a seventh embodiment 

¥ according to the present invention; 

% FIG. 23E is a view of a manufacturing 

|«b process of a laser diode of a seventh embodiment 

'f. 20 according to the present invention; 

m FIG. 24A is a view of a manufacturing 

fll process of a laser diode of a eighth embodiment: 

according to the present invention; 

FIG- 24B is a view of a manufacturing 
25 process of a laser diode of a exghth embodiment 
according to the present invention; 

FIG. 24c is a view of a manuf actur ing 
process of a laser diode of a eighth embodiment 
according to the present invention; 
30 FIG. 24D is a view of a manufacturing 

process of a laser diode of a eighth embodiment 
according to the present invention; 

FIG- 24E is a view of a manufacturing 
process of a laser diode of a eighth embodiment 
35 according to the present invention; 

FIG . 24F is a view of a manufacturing 
process of a laser diode of a eighth embodiment 



according to the present invention; 

FIG. 25A i s a view of a manufacturing 
process of an optical wave guide of a ninth 
embodiment according to the present invention; 

FIG. 25B is a view of a manufacturing 
process of an optical wave guide of a ninth 
embodiment according to the present invention; 

Fig. 25C is a view of a manufacturing 
process of an optical wave guide of a ninth 
embodiment according to the present invention; 

FIG. 25D is a view of a manufacturing 
process of an optical wave guide of a ninth 
embodiment according to the present invention ; 

FIG. 25E is a view of a manufacturing 
process of an optical wave guide of a ninth 
embodiment according to the preset invention; 

FIG. 26A is a view of a manufacturing 
process of an optical wave guide of a tenth 
embodiment according to the present invention; 

FIG. 26B is a view of a manufacturing 
process of an optical wave guide of a tenth 
embodiment according to the present invention; 

FIG. 26C is a view of a manufacturing 
process of an optical wave guide of a tenth 
embodiment according to the present invention; 

FIG. 27A is a view of a manufacturing 
process of a semiconductor device of an eleventh 
embodiment accordxng to the present invention; 

FIG. 27B is a- view of a manufacturing 
process of a semiconductor device of an eleventh 
embodiment according to the present invention; 

FIG. 27C is a view of a manufacturing 
process of a semiconductor device of an eleventh 
embodiment according to the present invention; 

FIG. 28A is a view of a manufacturing 
process of a semiconductor device of a twelfth 
embodiment according to the present invention; 
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FIG, 28B is a view of a manufacturing 
process of a semiconductor device of a twelfth 
embodiment according to the present invention; 

FIG, 28C is a view of a manufacturing 
5 process of a semiconductor device of a twelfth 
embodiment according to the present invention; 

FIG. 29D is a view of a manufacturing 
process of a semiconductor device of a twelfth 
embodiment according to the present invention; 
10 FIG. 28E is a view of a manufacturing 

process of a semiconductor device of a twelfth 
embodiment according to the present invention; 

FIG- 29A is a view of a manufacturing 
process of a multiple optical wave guide of a 
IS thirteenth embodiment according to the present 
III invention; 

rfs FIG. 29B is a view of a manufacturing 

i.p process of a multiple optical wave guide of a 

thirteenth embodiment according to the present 
20 invention; 

ill FIG, 29C is a view of a manufacturing 

J*f process of a multiple optical wave guide of a 

□ thirteenth embodiment according to the present 

invention ; 

25 FIG. 29D is a view of a manufacturing 

process of a multiple optical wave guide of a 
thirteenth embodiment according to the present 
invention ; 

FIG, 29E is a view of a manufacturing 
30 process of a multiple optical wave guide of a 
thirteenth embodiment according to the present 
invention; 

WIG. 29F is a view of a manufacturing 
process of a multiple optical wave guide of a 
35 thirteenth embodiment according to the present 
invention; and 

FIG. 29G is a view of a manufacturing 



-24- 



process of a multiple optical wave guide of a 
thirteenth embodiment according to the present 
invention . 



5 DETAIL DESCRIPTION OF THE FRfiffSRED EMBODIMENTS 

A description regarding embodiments of 
according to the present invention will now be given, 
with reference of FIGS . 6 to 29. 

FIG- 6 is a view for explaining a relation 
10 between etching amounts of a <10 0>-direction , a <0- 
ll>-direct ion , and a <011>-direction and an etching 
time m which an experiment of etching an InP layer 
having a convex structure is implemented by using a 
mixed liquid in an experiment of inventors of the 
15 present invention. A mixture ratio of hydrochloric 
acid, acetic acid, and water in the mixed liquid is 
1:5:1. 

Referring to FIG . 6, etching speeds to the 
<10Q>~direction and the <011>^direction are 

20 approximately 0.05 to 0.7 jto/min . An etching speed 
to the <0-ll>-direction is approximately 5 to 30 
Jim/min and approximately 100 times higher than the 
etching speeds to the <100;>-direction and the <01I>- 
direction. Therefore, if the convex structure of 
25 the In? layer is etched by the mixed liquid, a 
convex of the <0-ll>-direction is etched with a 
greatly high rate. As a result of this, a (100)- 
surface, a {0 11} -surf ace , and a (0-1-1) -surf ace 
which is equivalent to the (100) -surf ace and the 
"30 (011) -surf ace remain and other surfaces vanish. 

That is, inventors realized that the (100) -surf ace , 
the (Oil) -surface , or the ! 0-1-1) -surf ace appears as 
a flat surface on the InP layer by v?et-etching with 
the above-mentioned etching liquid, 
35 If the mixture ratio of respective 

ingredients in the above-mentioned enchant is 
changed, an absolute value of the etching rate and 



ill 



■ESS" 



-25- 



relative rates to respective surface directions are 
changed. 

FIG. 7 is a view for explaining the 
relationship between a density ratio X of acetic 
5 acid to hydrochloric acid and an etching rate ratio 
of the <0-ll>-direction to the <100>-direction . 
That is, the mixture ratio in th£ enchant of 
hydrochloric acid, acetic acid, and water is 
expressed as 1:X:1. 
10 Referring to FIG. 7, the etching rate to 

the <0-ll>-direction is approximately 30 to 100 
times higher than the etching rate to the <1Q0>~ 
direction in an any density area X of acetic acid, 
% Such an etching anisotropy is caused by contents of 

CI 15 hydrochloric acid and acetic acid in the enchant. 

Particularly, it is recognized that an etching rate 
uj ratio of 30 or more is achieved in an area of the 

'£! density ratio X in a range of 1 to 10 of 

hydrochloric acid and acetic acid. Thus, it is 

it 

M 20 possible to carry out an objection of the present 

[W invention , namely to flatten the InP layer 

! B *[ ■ remarkably, by setting the density of acetic acid in 

□ the above-mentioned area in the etchant . 

|SBS If a density of water in the etchant is 

25 changed, the densities of hydrochloric acid and 
acetic acid are changed, and thereby an absolute 
value of the etching rate is changed. However, th& 
etching anisotropy shown in FIGS . 6 and 7 is not 
changed and there is no influence to flatten the InP 
30 layer. 

The etching anisotropy by the etchant of 
the present invention can be achieved by adding 
hydrogen peroxide water to the above-mentioned 
etchant mixed liquid. 
35 FIG - 8 is a view for explaining a ratio of 

a <0-ll>~direction etching rate to a <100>-direction 
etching rate when the convex structure of the InP 



layer is etched by an etchant of the mixed liquid 
including hydrochloric acid, acetic acid, and water 
and added hydrogen peroxide water. 

Referring to Fig. 8, an etching anisotropy 
of 30 or more is achieved when a composition Y of 
hydrogen peroxide water is in a range of 0 to 0.3, 
where the mixture ratio in the enchant of 
hydrochloric acid, acetic acid, hydrogen peroxide 
water, and water is 1:1:Y;1. 

According to the experiment, it was 
realized that a side etching was not generated under 
the etching mask, if the etchant of the present 
invention including hydrochloric acid and acetic 
acid was applied to a- structure in which a Si0 2 
etching mask shown in FIG . 9A was formed on a 
surface of the convex structure of the InP layer and 
the inP layer was flattened as shown in FIG . 9B. 

Referring to FIG . 9K r a mesa stripe 41M is 
formed to a [Oil] direction on an inP substrate by • 
using a Si0 2 pattern 42 as an etching mask. InP 
buried layers 43A and 43B are formed at both sides 
of the mesa stripe 41M by using the si0 2 pattern 42 
on the mesa stripe 41M as a selective growth mask. 

In a process shown in FIG . 93, the InP 
buried layers 43A and 43B are etched by using the 
etchant of the present invention including 
hydrochloric acid and acetic acid and using the Si0 2 
pattern 42 as an etching mask. Thereby, a flat 
surface consisted of the (100) surface is formed. 

In the process shown in FIG. 9b, even if a 
side wall surface of the above-mentioned mesa stripe 
41M is the (0-11) surface of the InP layer etched 
selectively by the above-mentioned etchant, a 
substantial side etching is not generated at the 
mesa stripe 41M as long as the SiO a pattern 42 is 
formed on the mesa stripe 41M. Therefore, inventors 
realized that the mesa stripe 41M remains 
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substantially perfectly after a flattening process 
shown in FIG . 9B is completed. 

That is, in the present invention, during 
the process of flattening of a convex structure of 
5 the InP layer by the etchat including hydrochloric 
acid and acetic acid,, a part of the surface of the 
convex structure of the InP layer is covered with 
the mask, Thereby, a convex part covered with the 
mask remains intentionally. An area which is not 
10 covered with the mask is etched by the above- 
mentioned etchant, and thereby it is possible to 
make the area, such a$ flattening the (100) surface, 
the (Oil) surface, or the {0-1-1) surface 
!«* selectively . 

Q 15 On the other hand, even if the etching 

r f mask is formed on the (100) surface, the (011) 

ljj . surface, and the (0-1-1) surface which do not have 

*«3 convex structures and the above-mentioned structure 

U 

is etched by the mixed liquid of the present 

IS 

M 2 0 invention, the object of the present invention that 

jj* is flattening of the InP layer is not achieved. In 

\2 order for the selective flattening of the present 

O invention to be effective, at least part of an area 

not covered by the mask should be located lower than 
25 the area where the etching mask is formed. 

An etching rate by using the etchant of 
the present invention including hydrochloric acid 
and acetic acid in a compound semiconductor 
including Ga or As such as InGaAsP or InGaAs is 
30 extremely lower than an etching rate in the InP 
lay«=>r, Particularly, if the etchant does not 
' include the hydrogen peroxide water, such 

semiconductor layer is not etched substantially. 
Therefore, as an above-described etching mask for 
35 flattening selectively, a compound semiconductor 

layer including Ga or As such as InGaAsP or InGaAs 
can be used as well as SiO^ and SiN. 
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Next, a description will be given with 
regard to a convex structure to which the flattening 
by us6 of the etchant of the present invention as 
described above can be applied eff actively - 

A. Flattening the convex structures formed 
at edges of a selective growth mask 

FIGS - 10A and 10B are views for explaining 
a state in which an InP layer 53 grows by using a 
Si0 2 pattern 52 formed on an n-type InP substrate 51 
as a selective growth mask and the InP layer 53 is 
flattened by an etchant including hydrochloric acid 
and acetic acid. 

If a vapor deposition of the semiconductor 
layer is implemented on the substrate by using such 
selective growth, mask 52, a material is provided 
excessively to edges of the mask 52. As a result of 
this, a growth rate of the semiconductor layer is 
increased. 

FIGS. 11A and 11B are views for explaining 
a state in which the SiOa pattern 52 is formed on a 
convex part of the mesa stripe formed on the above 
mentioned InP substrate 51, and InP buried layers 
53A and 53B grown at both sides of the convex part 
by using the Si0 2 pattern 52 as a selective growth 
mask. In this state, as described above, the Inp 
buried layers 53A and 53B bulge at both sides of the 
selective growth mask 52 as a result of the increase 
of the material density on the selective growth mask 
52, 

Therefore, as shown in FIG . 11B, a wet 
etching process in which an etchant of the present 
invention including hydrochloric acid and acetic 
acid is used is applied to a structure shown in FIG. 
11A and thereby the InP buried layers 53A and 53B 
are flattened. In the process shown in FIGS. 11A 
and 11B, the selective growth mask 52 is used as an 
etching mask. Even if the selective growth mask 52 
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is removed by etching prior to the flattening 
process, an equivalent effect can be achieved as 
shown in FIGS. 12A and 12B. 

B. Flattening convex structures reflecting 
concave structures prior to the growth 

FIGS. 13A and 13B are views for showing a 
process of flattening a concave and convex parts 
formed on the surface of the InP layer in case of 
that the InP layer grows in a structure having a 
concave structure . 

Referring to FIG. 13A, a mesa structure 
61M is formed on an n-type InP substrate 61. An InP 
layer 52 is grown on the substrate 61 as it cavers 
the mesa structure SIM. As a result of this, a 
convex part corresponding to the mesa structure 61M 
is formed on a surface of the InP layer 62 . 

Therefore, in a process shown in FIG. 13B, 
wet etching is implemented to the InP layer 62 by 
the etchant including hydrochloric acid and acetic 
acid,, and thereby a surface of the InP layer 62 is 
flattened, 

C, Flattening concave structures formed on 
a surface of a growth layer not exceeding the height 
of a mask 

FIGS. 14A and 14B are views for explaining 
a state in which a slope surface formed on a surface 
of the buried InP layer adjacent to a convex part 
formed on the substrate is flattened by a wet 
etching of the present invention when a buried InP 
layer grows on a substrate by using a selective 
growth mask. Such the sl^pe surface is generated in 
case of the buried InP layer is formed at a lower 
position than a height of the selective growth mask. 

Referring to FIG. 14A, a mesa structure 
71M is formed on an n-type InP substrate 71 by using 
a SiO^ pattern 72 as an etching mask. Besides, InP 
buried layers 73A and 73B are formed at the both 
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sides of the mesa structure 71M by using the Si02 
pattern 72 as a selectively growth mask. At that 
time, the InP layers 73A and ?3B have heights which 
do not exceed the mesa structure 71M. A descent 
5 slope surface is formed on a side of the mesa 
structure 71m, because a vapor material becomes 
excessive when the InP buried layers 73A and 73B 
selectively grows on the selective growth mask 72. 

In a process shown in FIG . 14B following 

10 the process shown in FIG . 14A, a wet etching process, 
in which the etchant of the present invention 
including hydrochloric acid and acetic acid is used, 
is applied, and thereby the buried InP layers 73A 
and 73B are flattened, 

15 D. Flattening concave structures including 

a semiconductor layer as an etching mask 

As described above, a semiconductor 
including InGaAsP, InGaAs, Ga r or As has a quite 
late etching rate in case of the wet etching by 

20 using the etchant of the present invention including 
hydrochloric acid and acetic acid, as compared to 
the inp". Therefore, when the InP layer is flattened 
by using the etchant of the present invention, it is 
possible to use such InGaAsP or InGaAs semiconductor 

25 film as an etching mask. 

FIG , 15A is a view for explaining a state 
in which a mesa structure 81M shouldering an InGaAsP 
pattern 32 is formed on an n-type InP substrate 81, 
and an Inp buried layer 83 is grown as it covers the 

30 mesa structure 81M and the InGaAsP pattern 82. 

A wet etching process, in which an etchant 
of the present invention including hydrochloric acid 
and acetic acid is used, is applied to a structure 
shown in FIG. ISA by using the InGaAsP pattern 82 as 

35 an etching mask as shown in FIG. 15B, and thereby it 
is possible to flatten the InP buried layer 83 as a 
surface of the InP buried layer 83 corresponds to a 
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surface of the inGaAsP pattern 82. 

Alternatively, a s shown in FIGS . ISA and 
16B, it is also possible to etch the InP buried 
layer 83 to such a depth as to reveal a portion 
below the InGaAsP pattern 82. 

In the above description, flattening i s 
defined as the formation of a surface comprised of 
at lease one of the (100) surface, the (Oil) surface, 
or the (0-1-1) surface in the InP layer as a result 
of applying a wet etching in which the etchant 
including hydrochloric acid and acetic acid is used 
to a concave structure formed by the growth of an 
InP layer. However, in the initial process of 
etching, a slope surface having a surface direction 
between the surface directions a slope surface and 
one of the (100) surface, the (011) surface, and the 
(0-1-1) surface appears, and changes gradually to 
one of the (100) surface, the (011) surface, and the 
(0-1-1) surface as the etchig process. Therefore, 
flattening in the present invention is effective for 
a manufacturing process of an actual semiconductor * 
device not only when the concave surface changes all 
the way to the (100) surface, the (011) surface, or 
the (0-1-1) surface but also when the concave 
25 surface stops changing halfway. That is, flattening 
in the present invention includes a case in which 
the InP concave surface not only changes into the 
(100) surface, the (011) surface, or the (0-1-1) 
surface but also is an intermediate slope surface. 

Meanwhile, the etchant itself including 
hydrochloric acid, acetic acid, and hydrogen 
peroxide water has already been known to public. 
For instance, a Japanese Laid-open Patent 
Application No. 10-65201 discl oses an example in 
that the etchant including hydrochloric acid, acetic 
acid, and hydrogen peroxide water is used during a 
process of forming a mesa stripe. However, the 
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etchant in the above patent application is used for 
arranging a side wall part of a convex part in a 
prior state to the crystal growth for a designated 
slope. Hence, it is not possible to assume that the 
5 etchant can be used for an effect of the present 
invention,, namely flattening a concave structure 
formed by the crystal growth. 

Furthermore, a Japanese Laid-open Patent 
Application No. 2000-91303 discloses an example in 
10 that a side wall part of a mesa stripe formed by dry 
etching with the etchant including hydrochloric acid, 
acetic acid, and hydrogen peroxide water. However, 
it is an object of an invention of the above patent 
application to eliminate a damage of a surface of 
15 the mesa stripe generated by the dry etching. Hence , 
J: it is not possible to assume that the etchant can be 

used for an effect of the present invention, namely 
flattening a concave structure formed by the crystal 
growth. 

20 A description regarding a first embodiment 

of a manufacturing process of a laser diode having a 
BH structure according to the present invention will 
now be given, with reference of FIGS - 17A to 17E. 

Referring to FIG, 17A, an InQaAsF / InGaAsF 
25 multi-quantum well active layer 102 is grown on an 
n-type InF substrate 101, a p-type InP clad layer 
103 i$ grown on the InGaAsP/InGaAsP multi-quantum 
well active layer 102, and a p-type InGa?*s contact 
layer 104 is grown on the p-type InP clad layer 103. 
30 In a process shown in FIG. 17B following 

the step shown in FIG > 17A, an active layer mesa 
stripe 10 1M is formed by dry etching with a SiO* 
film 105 as an etching mask. In an example shown in 
FIG . 17B, the active layer mesa stripe 10 1M is 
35 extended to a <Oll>-direction . 

In a process shown in FIG - 17C following 
the step shown in FIG . 17B, Fe doped In? buried 
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layers 106i and 106 2 grow at both sides of the mesa 
stripe 101M on the substrate 101 by the MOvpe method 
with the SiC>2 film 105 as a selective growth mask. 
The movpe process is implemented, in a state of a 
5 growth temperature of 630 *C and a growth pressure 
of 0.1 atmospheres, by using an element in a III 
group, an element in a V group, TMIn, PH 3 , and Cp 2 Fe 
as a material of a Fe dopant. In this embodiment, 
thickness of the inP buried layers 106A and 106B are 
10 set as lowest parts of the InP buried layers 106; 
and IO62 locate at higher positions than the a p- 
type InGaAs contact layer 104. As a result of this, 
bulge parts 106a and 106b are formed on the InP 
buried layers 106: and 1Q6 2 , The bulge parts 106a 

Q 15 and 106b are adjacent to the Si0 2 film 105 on the 

{ % mesa stripe 101M. 

U| In a process shown in FIG . 17D following 

the process shown in FIG. 17C, wet etching is 
implemented by an etchant including hydrochloric 

H 20 acid, acetic acid, and water, 

j s J{ In the process shown in FIG. 17D f the 

Li mixture ratio of hydrochloric acid, acetic acid, and 

Q water in the etchant is set as 1:5:1, Typically, 

etching is carried out for 3 minutes at a liquid 
25 temperature of 23 "C. As a result of the .etching, 
surfaces of the InP buried layers 10SA and 106B 
become (100) surfaces as shown in FIG. 17D, and are 
flattened at a height of the p-type InGaAs layer 104. 

In a process shown in FIG, 17E fallowing 
30 the step shown in FIG . 17D, a structure shown in FIG. 
17D is immersed in the hydrofluoric acad in one 
minute, and thereby the SiOi film 105 is removed by 
etching. After that, a p-side electrode 107 is 
formed on the p-type InGaAs layer 104 and an n-side 
35 electrode 108 is formed on a bottom surface of the 
substrate 101. 

Since the buried layers 105; and 106 2 
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become flat surfaces in the process shown in FIG . 
17E, the p~side electrode 107 is grown on a flat 
surface. Therefore, the broking of the electrode 
as shown in FIG. 2 is not generated. 
5 A description regarding a second 

embodiment of a manuf acturing process of a laser 
diode having a BH structure according to the present 
invention will now be given, with reference of FIGS. 
ISA to 1BC. 

10 In FIGS. 18A to 1BC, parts that are the 

same as the parts shown in the FIGS. 17A to 17E are 
given the same reference numerals in, and 
explanation thereof will be omitted. 

In this embodiment, in a process shown in 
5 IS FIG. 18A, equivalent processes to the processes 

Fll shown in FIGS - 17A and 17B are implemented. As a 

result of this, the mesa stripe 101M is formed on 
the InP substrate 101 and the SiO* film 105 is 
removed by etching with the hydrofluoric acid. 
20 In a process shown in FIG. 18B following 

the process shown in FIG. ISA, a Fe doped InP buried 
layer 106 crystal grows by the mOvf method. The InP 
buried layer 106 has a slope surface and a bulged 
part corresponding to a configuration of the mesa 
25 stripe 101M. In the process shown in FIG . 18B, the 
Fe doped InP layer is formed as a part having a 
lowest thickness locates at a higher position than a 
height of the InGaAs contact layer. 

In a process shown in FIG. 18C following 
30 the step shown m FIG. 1SB, etching is implemented 
by the etchant including hydrochloric acid, acetic 
acid, and water. As a result of this r the slope 
surface of the Fe doped InP buried layer 106 is 
flattened, a more similar surface than the (100) 
35 surface is appeared. 

In the process shown in FIG . 18C, etching 
of the InF buried layer 106 is improved r and thereby 



rr-is: 

55? 



m 



-35- 



i,0 



the buried layers lOSi and 105$ are formed at both 
sides of the mesa stripe 101M. As a result of the 
etching, the p-type InGaAs contact layer 104 is 
exposed. The exposed contact layer 104 works as an 
5 etching mask layer and the flat surface (100) having 
a same height as the p-type InGaAs contact layer 104 
appears as a main surface of the buried layers 106i 
and 106a- 

A description regarding a third embodiment 
10 of a manufacturing process of a laser diode having a 
pn buried structure according to the present 
invention will now be given, with reference of FIGS. 
19A to 19F. 

M Referring to FIG. 19&, an JnGaAs/InGaAsP 

15 multi-quantum well active layer 112 is grown on an 
ilj n-type InP substrate 111, a p-type InP clad layer 

«** 113 is grown on the InGaAs /InGaAsP multi-quantum 

well active layer 112, and a 5i0 2 film 115 is grown 
H« on the p-type InP clad layer 113. An active mesa 

; 5 . 20 stripe 111M is formed by patterning based on dry 

jij etching. 

111 In a process slrown in FIG. 19B following 

the process shown in FIG . 19A, p-type InP layers 
116 : and li6 2 grow at both sides of the mesa area 
25 HIM on the In? substrate 111 by the MOVPE method, 
where the Si0 2 film 115 is used as a selective 
growth mask. DMZn may be used as a p doping 
material. The p-type InP layers 116i and II62 grow, 
as lowest parts of surfaces of the p-type InP layers 
3Q II61 and 116a locate at higher positions than an 

upper surface of the InGaAs/InGaAsP multi-quantum 
well active layer and lower positions than an upper 
surface of the p-type InP clad layer 113 in the mesa 
stripe 111M. 

35 In a process shown in FIG . 19C following 

•the process shown in FIG. 19B, wet etching is 
implemented by the etchant including hydrochloric 
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acid, acetic acid, and water. As a result of the 
wet etching, the p-type InP layers 116i and 116 2 are 
flattened. Thereby, surfaces o£ the p-type InP 
layers II61 and 116 2 are formed as corresponding to 
lowest areas of initial surfaces of the p-type InP 
layers 116 : and 116j. The surfaces of the p-type 
InP layers 116 x and 116* are formed at higher 
positions than an upper surface of the 
InGaAs/InGaAsP multi-quantum well active layer 112 
and lower positions than en upper surface of the p- 
type In? clad layer 113. 

In a process shown in FIG. 19D following 
the process shown in FIG, 19C , n-type Inp" layers 117 
crystal grow on the p-type InP layers 116* and 116 2 . 
P-type InP layers 118 crystal grow on the n-type InP 
layers 117. 

In a process shown in FIG. 19E following 
the process shown in FIG. 19D, the SiOa film 115 is 
removed by etching with hydrofluoric acid. 

In a process shown in FIG . 19F following 
the process shown in FIG . 19E, a p-type InP clad 
layer 119 and a p-type InGa&s contact layer 120 grow 
by the mqvfe method. 

Generally, a location of the n-type InP 
buried layer 117 should be controlled accurately in 
a pn buried structure for an electric current 
blocking. When a distance between the n-type InP 
buried layer 117 and the active layer 112 is long, 
an electric current leak pass is formed, and thereby 
an efficiency of electric current injection is 
reduced. When the distance between the n-type InP 
buried layer 117 and the active layer 112 is too 
Short, there is no electric insulation between the 
n-type InP buried layer 117 and the n-type In? layer 
ill of a lower part of the active layer r and an 
electric current leaks through n-type InP layer. 
On the other hand, according to a method of this 
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embodiment of the present invention, a position of a 
lower surface of the n-type inP buried layer 117 is 
decided only on a basis of the initial thickness of 
the p-type InP layers 116! and 11S 2 shown in FIG. i 9B 
namely, only on a basis of growth time. Therefore, 
the position of the lower surface of the n-type InP 
buried layer 117 is not influenced by an index of a 
surface of crystal growth generated by the MOVPE 
method. it is difficult for the surface of the 
crystal growth to control a position of the surface 
of the crystal growth because the surface of the 
crystal growth can be easily changed on growth 
conditions such as a growth temperature or pressure. 
Besides, the n-type InP buried layer 117 is not 
15 influenced by a surface direction dependency of the 
efficiency of n-type-dopant absorption in the InP 
leyer because the n-type In? buried layer 117 grows 
on the p-type InP layers 116! and U6 2 having (100) 
surface. Hence, it is possible to form the n-typa 
In? layer 117 having a constant density on whole 
surfaces . 

A description regarding a fourth 
embodiment of a manufacturing process of a laser 
diode having a pn buried structure according to the 
present invention will now be given, with reference 
of FIGS. 20A to 20G. 

Referring to FIG. 2QA, the InGaAsP/InGaAsP 
multi-quantum well active layer 112 is grown on the 
n-type InP substrate 111, the p-type InP clad layer 
113 is grown on the InGaAsP/mcaAsP multi-quantum 
well active layer 112, and the p-type InGaAs contact 
layer 114 is grown on the p-type InP clad layer 113. 
A mesa stripe him is formed on the substrate Ul by 
dry etching in which the Si0 2 film 115 is used as a 
35 mask. In the FIG. 2QA, the Si0 2 film 115 is removed 
by etching with hydrofluoric acid. 

In a process shown in FIG- 20B following 
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the process shown in FIG . 20A, a p-type InP layer 
1X6 crystal grows on a structure shown in FIG. 22A. 
In the process shown in FIG. 22B, a thickness of the 
P-type inP Layer 116 j.3 set as a lowest part of the 
5 surface of the p-type InP layer 116 locates at a 
higher position than an upper surface of the 
InGaAsP/lnGaAsP multi-quantum well active layer 112 
and at a lower position than a lower surface of a p- 
InGaAs contact layer 114. 

10 In a Process shown in FIG. 20C following 

the process shown in FIG . 20b, wet etching by using 
an etchant of a mixed liquid including hydrochloric 
acid, acetic acid, and water is implemented, and 
thereby the p-type InP layer 116 is flattened. 
15 Thereby, flat surfaces of the p-type InP layers 116 
is formed as corresponding to lowest areas of 
initial surfaces of the p-type InP layers 116. The 
flat surfaces of the p-type InP layers 116 is formed 
at a higher position than the InGaAsP/lnGaAsP multi- 
quantum well active layer 112 and at a lower 
position than the p-type InGaAs layer 114. As a 
result of a process of flattening shown in FIG . 22C, 
the InP layer 116 is divided into InP areas 116 1 and 
116 2 by the mesa stripe as a border. 

In a process shown in FIG. 20D following 
the process shown in FIG. 2QC, an n-type InP buried 
layer 117A grows on a structure shown in FIG. 20C by 
the MOVPE method. A thickness of the n-type InP 
layer 117A is decided as a lowest part of a surface 
of the InP layer 117a locates at a lower position 
than a lower surface of the InGaAs contact layer 114. 

In a process shown in FIG. 20E following 
the process shown in FIG. 20D, the n-type InP buried 
layer 117A is wet etched by the etchant including 
35 hydrochloric acid, acetic acid, and water. As a 

result of this, a surface of the n-typed InP layer 
11?A is flattened at a lower position than the 
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InGaAs contact layer 114. 

In a process shown in FIG . 20F following 
the process shown in FIG. 2QE, a p-type In? buried 
layer 118A grows as covering the InGaAs contact 
5 layer H4, by the MOVPE method. 

In a process shown in FIG. 20G, the p-type 
InP buried layer 118A shown in FIG , 20F is wet 
etched by the etchant including hydrochloric acid, 
acetic acid, and water, and thereby a height of an 
10 upper surface of the InP buried layer 118A is same 
as a height of the InGaAs contact layer 114. 

According to this embodiment/ the film 
thickness of the p-type InP buried layer 116A is 
I controlled in the process shown in FIG. 2QB, Hence, 

:* 15 a location of the lower surface of the n-type InP 

if 

;'; buried layer 117A is controlled. Furthermore, the 

initial film thickness of the n-type InP buried 
layer H7A is controlled in the process shown in FIG, 
20D, Hence, a location of the upper surface of the 
|;f; 20 n-type InP buried layer 117A is controlled. 

m Therefore, the electric current blocking structure 

K* can be manufactured accurately. 

A description regarding a fifth embodiment 
of a manufacturing process of a laser diode having a 
25 pn buried structure according to the present 

invention will now be given, with reference of FIGS . 
21A to 21G, 

Referring to FIG. 21A, the InGaAsF/InGaAsP 
multi-quantum well active layer 112 is grown on the 
30 n-type InP substrate 111, the p-type InP clad layer 
113 is grown on the InG^AsP/InGaAsP multi-quantum 
well active layer 112 , and the p-type InGaAs contact 
layer 114 is grown on the p-type In? clad layer 113. 
The mesa stripe 111M including the p-type InP clad 
35 layer 113 and the p-type InGaAs contact layer 114, 
is formed on the substrate 111 by dry etching in 
which the Si0 2 film 115 is used as a mask. The Si02 
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film 115 is removed by etching with hydrofluoric 
acid. 

In a process shown in FIG . 21b following 
-the process shown in FIG . 21A, the p-type InP layer 
5 H6 crystal grows on the structure shown in FIG . 21k 
In the process shown in FIG. 21B, a thickness of the 
p-type InP layer 116 is set as a lowest part of a 
surface of the p-type InP layer 116 locates at a 
higher position than an upper surface of the 

10 InGa&sP/InGaAsF multi-quantum well active layer 112 
and at a lower position than a lower surface of the 
p-InGaAs contact layer 114. 

In a process shown in FIG. 21C following 
the process shown in FIG. 21B, wet etching by using 

15 the etchant of the mixed licjuid including 

hydrochloric acid, acetic acid, and water is 
implemented, and thereby the p-type InP layer 116 is 
flattened. Thereby, the flat surface of the p-type 
InF layers 115 is formed as corresponding to the 

20 lowest area of an initial surface of the p-type In? 
layers 116. The fiat surface of the p-type InP 
layers 116 is formed at a higher position than an 
upper surface of the InGaAsP/lnGaAsF multi-quantum 
well active layer 112 and at a lower position than 

25 the p-type InGa&s layer 114. As a result of a 

process of flattening shown in FIG. 21C f the In? 
layer 116 is divided into the InP areas 11 6i and 
II62 by the mesa stripe as a border. Thus, the 
processe$ shown in FIGS . 21A to 21C respectively 

30 correspond to the processes shown in FIGS , 20A to 
20C. 

In a process shown in FIG. 21D, an n-type 
InF layer 117B and a p-type InP buried layer 118B 
grow in turn by the MOVPE method. Thickness of the 
35 n-type InP layer 117B and the p-type InP buried 

layer 118B are set, as a lowest part of a surface of 
the n-type InP layer 117E locates at a lo^er 
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pasition than a lower surface of the n-type InP 
layer 117B and a lowest part of a surface of the p- 
type InP layer 118B locates at a higher position 
than the InGaAs layer 114. 

in a process shown in FIG. 21E following 
the process shown in FIG . 21D, the n-type InP layer 
117B and the p-type InP buried layer 11SB are wet 
etched by the etchant of the mixed liquid including 
hydrochloric acid, acetic acid, and water. In the 
process of the wet etching, surfaces of the n-type 
Inp layer 117B and the p-type InP buried layer 118B 
are flattened by using the IntaAs layer 114 as an 
etching mask. 

In a process shown in FIG. 21F following 
the process shown in FIG. 21E, the InGaAs layer 114 
is removed by etching with the mixed liquid 
including hydrofluoric acid and nitric acid. in a 
process shown in PIG , 21G, a p-type InP clad layer 
119 and a p-type InGaAs contact layer 120 crystal 
grow in turn by the MOVPE method. 

In the process shown in PIG. 21B, a 
position of a lower surface of the n-type InP buried 
layer 117 can be controlled by controlling a 
thickness of the n-type InP buried layer 116. 

A description regarding a sixth embodiment 
of a manufacturing process of a laser diode having a. 
pn buried structure according to the present 
invention will now be given, with reference of FIGS, 
22A to 22D. In FIGS. 22A to 22D, parts that are the 
same as the parts described above are given the same 
reference numerals in, and explanation thereof will 
be omitted. 

F.ef erring to FIG. 22A, the I nGaAs F / 1 n Ga As P 
multi-quantum well active layer 112 is grown on the 
n-type InP substrate 111, the p-type InP clad layer 
113 is grown on the lnGaAsP/InGaA$P multi-quantum 
well active layer 112, and the p-type InGaAs contact 
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layer 114 is grown on the p-type InP clad layer 113, 
The mesa stripe 111m is formed on the substrate 111 
by dry etching in which the Si0 2 film 115 is used as 
a mask, 

5 In a process shown in FIG « 22B following 

the process shewn in FIG. 22a, the p-type InP buried 
layer 116, the n-type InP buried layer 117, and the 
p-type InP layer 118 grow in turn by the MOVPE 
method, in a state where the SiOz film 115 is formed 

10 fin the mesa stripe 111M. The MOVPE process shown in 
FIG, 22B is implemented in a state of a growth 
temperature of 550 "C, and a growth pressure of 0.1 
atmospheres, by using a material in a III group, a 
material in a V group, TMIn , PH 3 , DMZn, and SiH 4 as 

15 p-type and n-type-dopant materials and adding 1Q CCM 
of CH^Cl . faith a combination of such low 
temperature growth and adding of a gas of a chlorine 
group, each buried layer is controlled to bulge-grow 
and rather grows from a mesa bottom surface to the 

20 <l00>-direction. 

In a process shown in FIG. 228, thickness 
of the p-type InP layer 116 and the n-type InP layer 
117 are set as a contact position between a lower 
surface of the n-type In? layer 117 and th& mesa 

25 stripe 111M locates at a* higher position than an 

upper surface of the active layer 112, and a contact 
position between an upper surface of the n-type InP 
layer 117 and the mesa stripe 111M locates at a 
lower position than a lower surface of the p-type 

30 InGaAs contact layer 114. 

In a process shown in FIG , 22C following 
the process shown in FIG . 22B, wet etching is 
implemented by using the etchant of the mixed liquid 
including hydrochloric acid, acetic -acid, and water 

35 and using the Si0 2 film 115 as a mask- As a result 
of this r the p-typed InP layer 118 is flattened, and 
thereby a flat surface corresponding to an upper 



surface of the InGaAs clad layer 114 is obtained. 

In a process shown m FIG . 22D, the Si0 2 
film 115 is removed by etching with a mixed liquid 
including hydrofluoric acid and hydrogen peroxide 
water . 

Xn this embodiment, it is possible to 
obtain a flat growth surface with buried growth of 
one time, and thereby it is possible to greatly 
simplify the manufacturing process of the laser 
diode . 

A description regarding a seventh 
embodiment of a manufacturing process of a laser 
diode having a ridge structure according to the 
present invention will now be given, with reference 
of FIGS. 23A to 23E. 

Referring to FIG. 23A r an InGaAs/InGaAsP 
multi-quantum well active layer 122 is grown on an 
n-type InP . substrate 121, a p-type Inp clad layer 
123 is grown on the InGaAs/InGaAsP multi-quantum 
well active layer 122, and a p-type InGaAs contact 
layer 124 is grown on the p-type InP. clad layer 123, 
A ridge stripe 123M is formed on the clad layer 123 
by patterning oh a basis of dry etching in which a 
Si0 2 film 125 is used as a mask. Furthermore, in 
the process shown in FIG . 23A, the Si0 2 film 125 is 
removed by etching with hydrofluoric acid. 

In a process shown in FIG. 23B following 
the process shown in FIG . 23A, the n-type InP layer 
126 crystal grows. At that time, a thickness of the 
n-type InP layer 12 6 is set as an upper surface of 
the n-type InP layer 126 locates at a lower position 
than a lower surface of the p-type InGaAs layer 124. 

In a process shown in FIG, 23C following 
the process shown in FIG. 23B r wet etching is 
implemented by the etchant of the mixed liquid 
including hydrochloric acid, acetic acid, and water 
and with the InGaAs contact layer 124 as a mask. As 



a result of this, a surface of the n-type InP layer 

126 Is flattened, • and thereby a position of an upper 
surface of the n-type InP lay©* 126 locates at a 
lower position than a position of a lower surface of 
the p-type InGaAs layer 12 4, 

In a process shown in FIG. 23D following 
the process shown in FIG, 23C, a p-type InP layer 

127 is formed by the MOVPE method. The p-type Inp 
layer 127 has a thickness as a lowest area of an 
upper surface of the p-type InP layer 127 is higher 
than an upper surface of the p-type InGaAs layer 124. 

In a process shown in FIG. 23E following 
the process shown in FIG. 23D, wet etching is 
implemented by the etchant including hydrochloric 
acid, acetic acid, and water and with the InGaAs 
contact layer 124 as a mask. And thereby the InP 
layer 127 is flattened. As a result of this r the p- 
type InP layer 127 has a surface corresponding to 
the surface of the InGaAs contact layer 124. 

It is necessary that a surface position of 
the n-type InP buried layer 126 is controlled 
carefully in order to realize an effective electric 
current blocking for a laser diode having the ridge 
structure. For instance, if a distance between the 
n-type InP layer 126 and p-type InGaAs contact layer 
124 is long, the distance acts as an electric leak 
pass. in a method of this embodiment, a designated 
and effective electric current blocking is realized 
by only controlling a thickness of the n-type InP 
buried layer 126 in the process shown in FIG. 23B. 

A description regarding a eighth 
embodiment of a manufacturing process of a laser 
diode having a ridge structure according to the 
present invention will now be given, with reference 
of FIGS . 24A to 24F. In FIGS. 24A to 24F, part3 
that cire the same as the parts described above are 
given the same reference numerals in, and 



explanation thereof will be omitted. 

Referring to FIG. 24A, the InGaAs/InGaAsP 
multi-quantum well active layer 122 is grown on the 
n-type InP substrate 121, the p-type InP clad layer 
123 is grown on the InGaAs/InGaAsF multi-quantum 
well active layer 122, and the p-type InGaAs contact 
layer 124 is grown on the p-type InP clad layer 123. 
The ridge stripe 123M is formed on the clad layer 
123 by dry etching in which the SiO* film 125 is 
used as a mask. 

In a process shown in FIG. 24B following 
the process shown in FIG. 24A, the n-type InP layer 

126 is formed by the MOVPE method in a state where 
the Si0 2 film 125 remains as a selective growth mask 
The n-type InP layer 126 has a thickness as an upper 
surface of the n-type InP layer 126 is lower than a 
lower surface of the p-type InGaAs contact layer 124 

In a process shown in FIG . 24C following 
the process shown in FIG , 24B, wet etching is 
implemented by the etchant including hydrochloric 
acid, acetic acid, and water. And thereby the n-type 
InP layer 126 has a flat surface as the flat surface 
locates at a lower position than the p-type InGaAs 
layer 124. 

In a process shovrn in FIG, 24D following 
the process shown in FIG. 24C, the p-type InP layer 

127 is formed by the MOVPE method in a state the 
Si0 2 film 125 remains as a selective growth mask* 
The p-type InP layer 127 has a thickness as a lowest 
area of the upper surface of the p-type InP layer 
127 is higher than a height of the p-type InGaAs 
layer 124. 

In a process shown in FIG . 24S following 
the process shown in fig. 24D, wet etching is 
implemented by the etchant including hydrochloric 
acid, acetic acid, and water, and thereby the p-type 
InP layer 127 is flattened. A flattening process 
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shown in FIG. 2 4E is implemented in a state where 
the SiOs film 125 remains on the contact layer 124. 
As a result of this, a height of a flat surface of 
the p-type InP layer 127 corresponds to the height 
of an upper surface of the contact layer 124. 

In a process shown in FIG . 24F following 
the process shown in FIG. 24E, the SiQ 2 film 125 is 
removed by etching with the etchat of the mixed 
liquid including hydrofluoric acid and a hydrogen 
peroxide water. 

A description regarding a ninth embodiment 
of a manufacturing process of optical wave guide 
having a branch according to the present invention 
will now be given, with reference of FIGS . 25A to 
25E. 

Referring to FIG * 25A, an InGa&sP/InGaAsP 
multi-quantum well active layer 2 02 is grown on an 
n-type InP substrate 201, and an InP clad layer 203 
is grown on the InGaAsP/InGaAsP multi-quantum well 
active layer 202. Dry etching is implemented with a 
Si0 2 pattern 205 having a branch of a Y shape f and 
thereby an effect of the dry etching reaches the InP 
substrate 201. As a result of this, a mesa stripe 
201M having a Y shape corresponding to the S1O2 
pattern 205 is formed on the substrate 201. 

In a process shown in FIG. 25B following 
the process shown in FIG. 25A r a Fe doped InP buried 
layer 2 05 is formed by the MOVPE method in a state 
where the Si0 2 pattern 205 remains as a selective 
growth mask. The Fe doped InP buried layer 205 has 
a thickness as the lowest part of the Fe doped InP 
layer 206 is higher than the upper surface of the 
clad layer 203 of the mesa stripe 201M. As a result 
of the process shown in FIG, 25B, the Fe doped InP 
buried layer 206 is formed on the InP substrate 201 
as the mesa stripe 201M having a Y shape is clamped 
at a side of mesa stripe 201M. 
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In a process shown in FIG. 25C, wet 
etching is implemented by the etchant of mixed 
liquid including hydrochloric acid, acetic acid, and 
water. As a result of this, a surface of the Fe 
doped InP buried layer 206 is flattened as the 
surface corresponds to an upper surface of the InP 
clad layer 203 of the highest part of the mesa 
stripe 201M. 

In a process shown in FIG. 25D, the Si0 2 
pattern 205 is removed by etching with a mixed 
liquid including hydrofluoric acid and a hydrogen 
peroxide water. In a process shown in FIG . 25E, the 
Fe doped InP layer 20 7 grows by the MOVPE method, 
At that time, a surface of the Fe doped InP layer 
207 is flattened because the InP clad layer 206 and 
the InGaAs layer 20 4 make a flat surface made of 
(100) surface. 

As described with FIG. 3, according to the 
conventional process, the buried InP layer may 
overhang to the mask at a part of the branch when 
the In? buried layer grows around the stripe having 
the branch. On the other hand, according to this 
embodiment of the present invention, the overhung 
part can be removed by wet etching of the InP buried 
layer 206 in the process shown in FIG * 25C. As a 
result of this, in the process shown in FIG. 2SE , 
even if the InP layer 207 is grown, a cave is not 
generated. 

A description regarding a tenth embodiment 
of a manufacturing process of an optical wave guide 
having a BH buried structure and a branch according 
to the present invention will now be given, with 
reference of FIGS. 26A to 26C. In FIGS . 26A to 26C, 
parts that are the same as the parts described above 
are given the same reference numerals in, and 
explanation thereof will be omitted. 

Referring to FIG. 2$A, an InGaAsP/InGaAsP 
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multi-quantum well active layer 202 is grown on an 
n-type InP substrate 201 f an InP clad layer 203 is 
grown on the InGaAsP/InGaAs? multi-quantum well 
active layer 202, and an InGaAs layer 204 is grown 
S on the In? clad layer 203. Dry etching is 

implemented with a Si0 2 pattern 205 r and thereby a 
mesa stripe 201M having Y shape is formed. In the 
process shown in FIG. 26A, after the mesa stripe is 
formed, the SiO$ pattern 205 is removed by etching 

10 with hydrofluoric acid. 

In a process shown in FIG. 26B following 
the process shown in FIG. 26A, a Fe doped InP buried 
layer 206 is formed by the MOVPE method. The Fe 
doped rnP buried layer 206 is formed as ths lowest 

15 surface of the Fe doped InP layer 206 is higher than 
the upper surface of the p-type InGaAs layer 204. 
As a result of the process shown in FIG. 26B, the Fe 
doped InP buried layer 206 has a concave and convex 
part corresponding to a stripe pattern 201M having a 

20 Y shape as a base, on a surface of the Fe doped InP 
buried layer 205. 

In a process shown in FXG. 26C , wet 
etching is implemented by the etchant of mixed 
liquid including hydrochloric acid, acetic acid, and 

25 water. As a result of this, the In? buried. layer 
206 is flattened. 

In the process of flattening shown in FIG. 
26C, the p-type InGaAs layer 204 acts as an etching 
mask. As a result of this, the Fe doped InP layer 

30 206 has a surface which substantially corresponds to 
a surface of the InGaAs layer 204. Therefore, in a 
process following to the process shown in FIG. 26C, 
when another semiconductor layer or an electrode 
pattern is formed, a problem is not generated 

35 because it is formed on a fiat surface. 

A description regarding an eleventh 
embodiment of a manufacturing process of a 
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semiconductor device including a process of 
selective growth of an active layer according to the 
present invention will now be given, with reference 
of FIGS . 27A to 27C, 

Referring to FIG. 27A, a Si0 2 pattern 212 
is formed as a width of the SiO z pattern 212 varies 
along a <0-ll>-direction . The Si0 2 pattern 212 
exposes a substrate area which extends to the <Q- 
ll>-direction on a surface of the retype InP 
substrate 211. 

In a process shown in PIG. 27B following 
the process shown in FIG. 27A, the MOVPE method is 
implemented by using the Si0 2 film as a mask. And 
thereby, an n-type InP layer 213 is grown on the In? 
substrate 211, an InGaAsF/InGaAsP multi-quantum well 
active layer 214 is grown on the n~type InP layer 
213, and a p-type InP clad layer 215 is grown on the 
InGaAsP/lnGaAsP multi-quantum well active layer 214. 
In the selective growth in which the SiOj pattern 
212 is a niask r a material density increases on the 
Si0 2 pattern 212 where the semiconductor layer does 
not grow. As a result of this, a material is 
supplied excessively in the substrate area which 
extends to the <Q-ll>-direction where the Si0 2 
pattern 212 is broken. Such excessive supply of the 
material depends on a ratio of covering of the Si0 2 
film, namely a width of the Si0 2 pattern 2l2. Hence, 
as the width becomes wide, an amount of an excessive 
supply of a material increases and the thickness of 
the semiconductor layers 213 to 215 increases. 
Since the width of the Si0 2 pattern 212 varies, along 
the <Q-ll>-direction, the thickness of the 
semiconductor layers 213 to 215 varies to the <0- 
ll>-direction. 

In a process shown in FIG. 27C, wet 
etching is implemented by the etchant of mixed 
liquid including hydrochloric acid, acetic acid, and 



water, and thereby the p-type inP layer 215 is 
flattened at a height corresponding to the lowest 
surface part of the upper surface of the p-type InP 
layer 215. 

When a concave structure is generated in 
the selective growth including such the active layer 
21 4 , problem is generated in an electric current 
blocking buried growth process or an electrode 
forming process. However, according to this 
embodiment, it is possible to flatten such the 
concave structure, and thereby the above-mentioned 
problem can be avoided. 

A description regarding a twelfth 
embodiment of a manufacturing process of a 
semiconductor device including a selective growth 
process of an active layer will now be given, with 
reference of FIGS - 28A to 28E. In FIGS. 28A to 28E r 
parts that are the same m as the parts described above 
are given the same reference numerals in, and 
explanation thereof will be omitted. 

Referring to FIG. 28A, the Si0 2 film 
pattern 212 is formed on the InP substrate 211 as a 
width of the SiO* pattern 212 varies along an 
opening part which exposes the substrate 211. In a 
process shown in FIG , 28B following the process 
shown in FIG. 28A, dry etching is implemented to the 
IhP substrate 211 in a state where the Si0 2 pattern 
212 is a mask. And thereby a groove 211A having a 
depth of approximately 1 \xa is farmed qn a surface 
of the InP substrate 211. 

In a process shown in FIG. 28C following 
the process shown in FIG. 23B, the InGaAsP/ InGaAsP 
multi-quantum well active layer 213 and the p-typa 
InP clad layer 215 are formed by the MOVPE method as 
the groove 211A is buried. At that time, a 
thickness of the p-type InP clad layer 215 is set as 
a lowest surface part of an upper surface of the InP 
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clad layer 215 is higher than a surface of the n- 
type InP substrata 211. Since a width of the Si0 2 
pattern 212 varies along the <011>-direction , a 
variation of a film thickness is generated to the 
<011>-direction on the InP clad layer 215, 

In a process shown in FIG . 28D following 
the process shown in PIG , 28C, the SiO a pattern 212 
is eliminated by etching with the mixed liquid 
including hydrofluoric ^cid and a liydrogen peroxide 
water. in a process shown in FIG , 28E following the 
process shown in FIG. 28D, wet etching is 
implemented by the etchant of a mixed liquid 
including hydrochloric acid, acetic acid, and water. 

As a result of the wet etching, the InP 
clad layer 215 is flattened, and thereby a flat 
surface corresponding to the InP substrate 211 as an 
upper surface of the clad layer 2l5 is achieved. 

A description regarding a thirteenth 
embodiment of a manufacturing process of a nulti 
layer optical wave guide will now be given, with 
reference of FIGS. 29A to 29E . In FIGS. 29A to 29E, 
parts that are the same as the parts described above 
are given the same reference numerals in, and 
explanation thereof will be omitted. 

Referring to FIG. 29A, the InGaAsP/InGaAsP 
multi-quantum well active layer 222 is grown on the 
n-type InP substrate 221 and the InP clad layer 223 
is grown on the InGaAsF/ InGaAsP multi-quantum well 
active layer 222. After that, a first wave guide 
mesa stripe pattern 212M is formed by dry etching in 
a state where the Si0 2 pattern 225 is a mask. In an 
example shown in FIG. 29A, the first wave guide mesa 
stripe pattern 212M has a branch Y shape. 

In a process shown in FIG. 29B following 
the process shown in FIG - 29A, the Fe doped InP 
buried layer 226 grows by the MOVPE method in a 
state where the SiOs pattern 225 is a selective 
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growth mask, as the first wave guide mesa stripe 
pattern 212M is buried. In the process shown in FIG. 
29B, a thickness of the Fe doped In? layer 226 is 
set as a lowest part of the Fe doped InP layer 226 
is higher than an upper part of the first wave guide 
mesa stripe pattern 212M. 

In a process shown in FIG. 29C following 
the process shown in FIG. 29B r wet etching is 
implemented fay the etchant of a mixed liquid 
including hydrochloric acid, acetic acid, and water, 
and thereby a surface of the Inp layer 226 is 
flattened. 

In a process shown in FIG. 29D following 
the process shown in FIG - 29C, the Si0 2 pattern 225 
is removed by etching with the mixed liquid 
including hydrofluoric acid and a hydrogen peroxide 
water. In a process shown in FIG , 29E following the 
process shown in FIG. 29D, the InP clad layer 227 is 
grown on the InP layer 2 26, the InGaAsP/InGaAsF 
multi-quantum well active layer 22S is grown on the 
InP clad layer 227, and the InP clad layer 229 is 
grown on the InGaAsP/InGaAsP multi-quantum well 
active layer 228. After that, dry etching is 
implemented in a state where the Si0 2 pattern 230 
formed on the InP clad layer 229 is a mask, and 
thereby a second wave guide mesa stripe pattern 22 7M 
is formed on the InP layer 226. 

In a process shown in FIG. 29F, the Fe 
doped InP buried layer 231 is formed by the MOVPE 
method in a state where the Si0 2 pattern 230 is used 
as a selective growth mask. At that time, the Fe 
doped Inp buried layer 231 has a thickness xn a 
state where the lowest part of the Fe doped InP 
buried layer 231 is higher than the upper part of 
the second wave guide mesa stripe pattern 227M. 

In a process shown in FIG. 29G following 
the process shown in FIG. 29F, wet etching is 
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implemented by the etchant of a mixed liquid 
including hydrochloric acid, acetic acid, and water, 
and thereby the Fe-doped In layer 231 is flattened. 
After that, the Si0 2 pattern 230 is removed by 
5 etching with the mixed liquid including hydrofluoric 
acid and a hydrogen peroxide water, and thereby an 
optical wave guide having a double layer structure 
is achieved. 

When the optical wave cpaide is multiple- 

10 grown, it is necessary that a surface is flat after 
respective layers are formed. However, in this 
embodiment, a thicknesa of the InP layer 226 or 231 
is controlled, and flattening is implemented as 
corresponding to a lowest surface part of these 

15 layers. Such control of the layer thickness is not 
possible by polishing. 

According to the above-described 
embodiments, the mixed liquid including hydrochloric 
acid, acetic acid, and water is used as the etchant. 

20 For flattening by the etchant in the present 

invention, a composition ratio of the etchant of 
hydrochloric acid, acetic acid, and water is set as 
1:X:Y, where a density parameter X is in a range of 
0 to 20 and a density parameter Y is in any range, 

25 is effective. Besides, if a mixed lxquid of 

hydrochloric acid, acetic acid, hydrofluoric acid, 
and water is used as the etchant, a composition 
ratio of the etchant of hydrochloric acid, acetic 
acid, hydrogen peroxide water, and water is set as 

30 1:X;Y:Z, where a density parameter X is in a range 
of 0 to 20, a density parameter Y is in a range of 0 
to 0.3, with no range requirement for a density 
parameter Z, is effective to achieve an equivalent 
effect . 

35 The present invention is not limited to 

these embodiments, but various variations and 
modifications may be made without departing from the 



scope of the present invention. Particularly, since 
the present invention is based on the flattening by 
anisotropy etching against a concave structure of 
the grown InP layer as a principle, the present 
invention can be applied to not only an optical 
semiconductor device but also any semiconductor 
device whose material is inP . 

This patent application is based on 
Japanese priority patent application No. 2000-393318 
filed on December 25, 2000, the entire contents of 
which are hereby incorporated by reference. 



